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mencing"  the   experiments the Commission also came to
the following decisions, namely :
1.  As regards white lead painting, as many experiments
would   be  made  with   old   Dutch   white   lead   as  with
German lead.
2.  As regards painting with white  zinc, as  many ex-
periments  would   be   made  with   Maestricht  white  zinc
(plumbous   oxide),   as   with  that  free from lead (Vieille
Montague and Silesian).
3.  That experiments would be made with lithopone.
4.  That experiments   be  also made with a white zinc
paint, specially prepared by Overman, in such a way, he
asserts, as to render  it  more  resistant   to outdoor  air,
according  to   a  method  of   mixing  which   he  imparted
confidentially to the President of the Commission.
5.  That pure homogeneous raw linseed oil be used.
6.  That linseed oil, which should be boiled, be so boiled
by the Commission   itself, without  admixture with sub-
stances containing lead.
7.  That   all  the  pigments   and   the  oil,   before   being
prepared,   be   subjected  to   analysis,   under   the   super-
vision    of   the    Commission,    to    ensure    their    good
quality.
8.  That   all   the pigments be manufactured under the
continual supervision of at least two persons of trust, one
at least being a member of the Commission.
9.  That all the pigments be ground and manufactured
by means of the special grinding rolls in use in the locality,
then dispatched in soldered tins to the different places of
use.
10.   That the paints, during the experiments, be under